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GAS ANALYSIS

PART I

To  distil, the  pinchcock H is  opened, and the
apparatus may be left to itself for twelve hours, the
height of the mercury in A be-
ing first adjusted by bringing the
board E into the proper position.

PUBLICATION OE MERCURY BY
NITRIC ACID

Very pure mercury is obtained
by letting it fall in small drops
through a column of nitric acid
about 1 in. high. The arrange-
ment for this purpose is shown in
Fig. 55.

A is a glass tube from 2  to
3  cm.   wide,  and  fitted at  the
lower end with a cork and the
bent glass  tube  D.     B is the
supply bottle for   impure  mer-
cury, and 0 the receiver
for the purified mercury.
Some pure mercury is first
poured into the tube JD,
and A is then filled with
dilute nitric acid, the acid
being kept in the tube by
the pressure of the mer-
cury in D.    Upon allow-
ing the mercury to drop
from J5, the purified metal
passes slowly over into 0.
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